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Knotting

Measuring

the

Finger

Shaping

Sawing
p. 31

Binding

Soldering
p. 38

Truing

the

Rings

Cleaning
p. 70

Polishing

Coloring

JEWELRY. & ENAMELING

Keep the knot in the center of the wire by re-
versing the ends held in the table vise; continue
until a loose knot has been formed in the center
of the wire.

Insert the other length of wire through the
knot.

Knot the inserted wire as described above; the
knot must be left open to let the wires swivel.

Measure the finger for size.

Shape the wires around the ring mandrel the

desired size.

Tap lightly with a mallet.

Saw the wires where they overlap.

Bind the wires to make even joints as shown in
Fig. 66.

Solder the joints.

Place the rings on the mandrel.
Tap with a mallet to true.

Remove any excess solder with a file and scotch
stone.

Buff the joints with a felt buffing wheel and

tripoli.

Polish with a chamois buffing wheel and rouge.

Color with potassium sulphide solution.
Remove any excess color with whiting.
Polish with a soft cloth buffing wheel